
PHOTOGRAPH NO.'3.    X75. O.32% carbon.    Ferrite (white) and pearlite (dark).
PHOTOGRAPH  NO. 4.    X7S. 0.49% carbon.    Ferrite (white) and pearlite (dark).olution for $ to 10 minutes, when the cementite, if present, assumes a blackish coloration. Ferrite remains bright when boiled in sodium pic-rate solution.
